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© An organic electroluminescent device is constituted by first and second electrodes (6, 2) opposing each 
other and a multilayered body having a plurality of organic films (5, 4, 3) sandwiched between the electrodes 
and including an electroluminescent layer. A donor impurity is doped in a first organic film in contact with the 
first electrode (6), and an acceptor impurity is doped in a second organic film (3) in contact with the second 
electrode (2). A third organic film (4) sandwiched between the first and second organic films (5, 3) serves as an 
electroluminescent layer. A material having a band gap narrower than those of the first and second organic films 
(5, 3) is selected as a material of the third organic film (4) so as to confine carriers. No impurity is doped in the 
third organic film (4). 
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rr,ntIfl Pr8Sent ""T^ re ' ateS t0 " e,e ctroluminescent device (EL device) using an organic film 

rSminZn^'h ^ ^ ^ PartiCUlarly ' t0 " ° r9aniC EL device which realizes high-Sn nance 
electroluminescence by a combination of a plurality of organic films 

s an il'lum^nH?- T"*! I"* deve,opment of an or 9 anic EL device to be used as a display device or 

ISTh T ^^ 9 3 bi ° C ° nCem - F ° r eXample ' Sh °9° Saito at UnLsity has 

S nn , * an h EL /f d6V,Ce havi " 9 an or 9 anic film two-layered structure of metal electrode/aromatic 

vTJXTT SP * ent e ' eCtr0de {J J - APPL PhyS - 25 ' L773 ' 1986 >- ,n this devi <*. the thickness of an 
SIT r« k ° r T!' ^ a " aPP ' iCati0n volta 9 el ^ as hi 9h as 100 V. C.W. Tang et al. of Eastman 
Kodak Co. has reported an EL device having an organic film two-lavered strum,™ Z 
ro Mg.Ag/Ai q 3/diamine/.TO (Appl. Phys. Lett., 51. p. 913. 1987). According toThisTep £ when the cknes 
of an organic film is 100 nm or less, an EL divice which can be driven with an application ZZT« 1 0 V 
or less to exh,b,t a practically satisfactory luminance is obtained. These EL devices are based on an organic 
hvo-layered structure obtained by combining a dye having an electron injecting property Z a dye hZ a 
hole injecting property and have characteristic features in that the thickness of an organic film is minSd 

o^ts a t\ t function is se,ected as a metai eiectr ° de at - ^ jeiss 

organic material .s selected so as not to produce an electrical defect when an organic film is formed by a 
vacuum deposition method or a sublimation method. Shogo Saito at Kyushu University has furtherZposed 
an organic three-layered structure of electron injection layer/electroluminescent layer/hole J2 E? 
20 Zla^ll^ 31 hiah " ,UminanCe «'ectro.uminescence can be obtained by this structure w en a dye . 
5») P hotolum '"escence ,s selected as the electroluminescent layer (J.J. Appl. Phys.. 27, L269 

In addition many researches such as a research of an electroluminescent device structure obtained by 
combining various types of organic films, a research indicating that a certain degree of electroluminescence 
can be obtained even in a single-layered organic film by mixing an e^roll^JZeZnTTuZ 

Sen reoolTand T™* k^T'" 9 Characteristic gradation in Mg3 as an electroluminophor ha e 
been reported, and a large number of associated patent applications have been filed 

The organic EL device has almost reached the stage of practical applications in terms of a luminance of 

T^T^T V m ^ many teChniCaHy UnS ° ,Ved Pr ° b,ems in ' e "9- a ^^us efficacy^ device 
Irfe and a device formation process. For example, a luminous efficacy of the device is currently at most 1% 

l,t' , V ^ V % - The ' 0W ' Umin0US efficac * indicates that * current not confuting to 

electro uminescen, flows between electrodes. This current is a serious cause of a short device life since I 
generates Joule heat. In order to put the organic EL device into practical use, therefore the ImLu 
efficacy is desirably increased to at least several to ten percents. wm.nous 
Each organic film of the organic EL device normally consists of a single dye. Since such a dye has an 
« absorption edge from visible to ultraviolet ranges, its band gap is 1.5 eV or more, and almoS no 2Sta?« 
present in each organic film at room temperature. Carriers, therefore, are supplied from metel eSodes to 
the organic film. In addition, the mobility of carriers moving in the organic dye is genTa^maT^the^ 
reasons, the .electrical resistance of the organic dye film is very high For example, in a devTce o7tZ at 
al.. a current of 10 to 100 mA/cm* flows with an application voltage of 10 V. In this case the resistance o 
the organic film is 5 x 10* to 10' Q/cm*. Since the thickness of the organic film 7o7L fts 12£Z is 
as very high as 5 x 10* to 10> D'cm. This high resistance characteristic of the organic tm causes a 

xz^^^ and 9eneration ° f jou,e heat and -~ a 

For the above reasons, in order to increase the luminous efficacy of the organic EL device a device 
suctore and electnca. properties of a material to be used must be optimized. Since, however o7y 

«i e ^ H Pr ° P S T 38 30 e ' eCtr0n (h ° le) tan * ort an etect ™ ("ole) injection property an 

electron donor property, an electron acceptor property, and an electroluminescent property have been 
defined as the propert.es of an organic material, device conditions are not satisfactorily defined 

s Jrt«« T! k °, bjeCt ? f th9 Pr6Sent inVen,i ° n 10 pr0Vide an or 9 anic EL devica i" which materials are 
omfrTfiL T °°, ° f meta ' e ' eCtr0deS and 3 multila ^ed structure constituted by a plurality of 

the l^w . h t 3 5? nUmb6r ° f el6Ctr0nS and h0les are in ' ected in the ^layered structo e o 
the organic films and stored therein, thereby realizing high-luminance electroluminescence 

Since an organic film can be considered as a kind of a semiconductor, in a device' in which oroanic 

films are stacked, electrical characteristics in junction surfaces between the layers define devL Tha - 

actenst.es. That is. when the work function of a metal e.ectrode and the conduction band leve. Z Fermi 

evel. and the valence band level of each organic film are taken into consideration, the relationship Z>ZZ 

t e respective levels ,n each junction surface is important. In view of this, the present invent proposes a 

high-efficiency EL device structure by using a semiconductor model. proposes a 



2 



EP 0 498 979 A1 



More specifically, an EL device according to the present invention is based on a structure in which a 
multilayered body of a plurality of organic films including an electroluminescent layer is sandwiched 
between first and second electrodes. 

The first EL device of the present invention has, on the basis of the above basic structure, a structure in 

5 which a first organic film is formed in contact with a first electrode, a second organic film is formed in 
contact with a second electrode, and a third organic film having a band gap set smaller than those of the 
first and second organic films is sandwiched between the first and second organic films. In addition, an 
impurity is doped in at least one of the first and second organic films. That is, an impurity having a donor 
property is doped in the first organic film, and an impurity having an acceptor property is doped in the 

w second organic film. An impurity concentration is 10 u to lO^/cm 3 , and preferably, 10 17 to 10 19 /cm 3 . No 
impurity is doped in an organic film serving as an electroluminescent layer. 

The above-mentioned conditions of the first EL device will be described in more detail below. Assume 
that work functions of the first and second electrodes are E M1 and E M 2 respectively, an energy difference (to 
be simply referred to as a conduction band level hereinafter) of the lower end of a conduction band of the 

75 first organic film on the first electrode side from a vacuum level is Ed, an energy difference (to be simply 
referred to as a Fermi level hereinafter) of a Fermi level of the first organic film from a vacuum level is Ei , 
and an energy difference (to be simply referred to as a valence band level hereinafter) of the upper end of 
a valence band of the first organic film from a vacuum level is E V i, and the conduction band level, the Fermi 
level, and the valence band level of the second organic film on the second electrode side are Ec2, E2, and 

20 Ev2, respectively. In this case, materials are so selected as to satisfy the following inequalities: 

Emi - Eci < 0.5 [eV] (1) 
Evz - E M2 < 0.5 [eV] (2) 

25 

Eci > Eca (3) 
Evi > Eva (4) 
30 and the following inequalities: 
Eca > Eca (5) 
Evi > Eva (6) 

35 

Assuming that the ionization energy of the donor impurity to be doped in the first organic film is l P , the 
impurity is so selected as to satisfy the following inequality: 

l P - Ec, < 1 [eV] (7) 

40 

More preferably, the following inequality is satisfied: 
Ip - E C i < 0.5 [eV] (8) 

45 Although the Fermi level E1 of the first organic film approaches the conduction band level Eci by this 
impurity doping, the relations (1) to (6) are still satisfied. 

Assuming that the electron affinity of the acceptor impurity to be doped in the second organic film is 
E A , the impurity is so selected as to satisfy the following inequality: 

50 Evz - E A < 1 [eV] (9) 

More preferably, the following inequality is satisfied: 

Evz - E A < 0.5 [eV] (10) 

55 

Although the Fermi level E2 of the second organic film approaches the valence band level Ev2, the relations 
(1) to (6) are still satisfied. 

The second EL device of the present invention has, on the basis of the basic structure described above, 
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a structure in which a multilayered structure of first and second organic films for constituting a blocking 
contact with respect to electrons and holes is sandwiched between first and second electrodes, formed on 
he first and second organic film sides, for injecting electrons and holes, respectively. When the first organic 
film is to be used as an electroluminescent layer, an impurity having a donor property is doped in the 
second organic film. When the second organic film is to be used as an electroluminescent layer an 
impurity having an acceptor property is doped in the first organic film. When a bias is applied between the 
first and second electrodes so that the second electrode serves as a positive electrode, electrons injected 
from the first electrode into the first organic film or holes injected from the second electrode into the second 
organic film are stored in the blocking contact. When the bias voltage exceeds a predetermined value the 
stored electrons and holes are tunnel-injected in the second and first organic films, respectively 'and 
electroluminescent-recombined. ' 

The conditions of the second EL device will be described in more detail below. As in the first EL 
device, materials are so selected as to satisfy the following inequalities: 

is E M1 - Ec, < 0.5 [eV] (11) 

Eva - E M2 < 0.5 [eV] (12) 

Eci > Eca (13) 

Evi > Evz (14) 

and the following inequalities: 

25 E M1 < Ei (15) 

E 2 < E M2 (16) 

When the second organic film is an electroluminescent layer, materials are so selected as to satisfy the 
30 following inequality: 1 

Eci - Eca < Evi - Ev2 (17) 

When the first organic film is an electroluminescent layer, materials are so selected as to satisfv the 
35 following inequality: 

Ec, - Eca < E V1 - Evz (18) 

When an acceptor impurity is to be doped in the second organic film or a donor impurity is to be doped in 
40 the first organic film, the materials are so selected as to satisfy the relations (7) to (9) above 

In the present invention, examples of the donor impurity to be doped in the organic film are an 
inorganic material such as an alkali metal, an alkali earth metal, a rare earth element, Ax Ag Cu and In 
and an organic material such as NH 3 . an aniline, a phenylenediamine. a benzidine, a triphenylamine, and a 
Examples of the acceptor impurity are an inorganic material such as Au, Pt, W, Ir, POCt 3 AsF 6 Cl 
Br, and I, and an organic material such as TCNQ, TCNQF4, chloranyl, bromanyl, DDQ, TNF. DNF TCNE* 
and HCNB. ' ' 

In the first EL device of the present invention, the third organic film having a narrow band gap to serve 
as an electroluminescent layer is sandwiched between the first and second organic films When a 
predetermined bias is applied between the first and second electrodes, therefore, carriers injected from the 
first and second organic films into the third organic film are confined in the third organic film. This carrier 
confinement produces electroluminescent recombination with a high efficiency in the electroluminescent 
layer. In addition, since the first and second organic films are formed into n- and p-type semiconductors 
having comparatively low resistances upon impurity doping, they can realize electroluminescence with a 
high efficiency at a low drive voltage. 

When materials are actually so selected as to satisfy the above relations in the first EL device a 
junction in wh.ch electrons are easily injected from the first electrode into the first organic film is formed 
between the first electrode and the first organic film (relation (1)), and a junction in which holes are easily 
injected from the second electrode into the second organic film is formed between the second electrode 
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and the second organic film (relation (2)). When a bias voltage is applied between the first and second 
electrodes such that the second electrode serves as a positive electrode, electrons are injected from the 
first electrode into the first organic film, and holes are injected from the second electrode into the second 
organic film. The second organic film serves as a block against the electrons from the first organic film in 

5 accordance with the relation (3), the first organic film serves as a block against the holes from the second 
organic film in accordance with the relation (4), and the electrons and holes are confined in the third organic 
film in accordance with the relations (5) and (6). As a result, high-efficiency electroluminescence is realized. 

In the second EL device of the present invention in which the first and second organic films are directly 
bonded to each other, when materials are actually so selected as to satisfy the relations described above, a 

10 junction in which electrons are easily injected from the first electrode into the first organic film is formed 
between the first electrode and the first organic film (relation (11)), and a junction in which holes are easily 
injected from the second electrode into the second organic film is formed between the second electrode 
and the second organic film (relation (12)). In the junction interface between the first and second organic 
films, a barrier is formed against the electrons flowing from the first to second organic film (relation (13)), 

75 and a barrier is formed against the holes flowing from the second to first organic film (relation (14)). When a 
bias voltage is applied between the first and second electrodes such that the second electrode serves as a 
positive electrode, therefore, electrons are injected from the first electrode to the first organic film, holes are 
injected from the second electrode into the second organic film, and the injected electrons and holes are 
stored in the junction interface between the first and second organic films to form an electric double layer. 

20 When the bias voltage exceeds a predetermined threshold value, the electrons are tunnel-injected from the 
first to second organic film and recombined with the holes to emit light in the second organic film if the 
second organic film is an electroluminescent layer. When the bias voltage exceeds another threshold value, 
the holes are tunnel-injected from the second to first organic film and recombined with the holes to cause 
electroluminescence in the first organic film if the first organic film is an electroluminescent layer. 

25 In each of the first and second EL devices of the present invention, an impurity is doped in at least one 
of the first and second organic films in contact with the electrodes to impart properties of an n- or p-type 
semiconductor to the doped film. As a result, the resistance of an organic film serving as a carrier injecting 
layer is reduced to decrease a voltage drop upon application of a voltage to the device. Therefore, a high 
luminous efficacy can be obtained with a low drive voltage. In addition, the reduction in resistance of the 

30 organic film serving as the carrier injecting layer reduces Joule heat generated when the device is operated, 
thereby prolonging the life of the device. 

This invention can be more fully understood from the following detailed description when taken in 
conjunction with the accompanying drawings, in which: 

Fig. 1 is a sectional view showing an organic EL device according to the first embodiment of the present 

35 invention; 

Fig. 2 is a band diagram showing electrical characteristics of layers constituting the EL device of the first 
embodiment before bonding; 

Fig. 3A is a band diagram showing a thermal equilibrium state of the EL device of the first embodiment; 
Fig. 3B is a band diagram showing a bias state of the EL device of the first embodiment; 
40 Fig. 4 is a band diagram showing electrical characteristics of layers constituting an organic EL device 
according to the second embodiment of the present invention before bonding; 

Fig. 5A is a band diagram showing a thermal equilibrium state of the EL device of the second 
embodiment; 

Fig. 5B is a band diagram showing a bias state of the EL device of the second embodiment; 
45 Fig. 6 is a band diagram showing electrical characteristics of layers constituting an organic EL device 
according to the third embodiment of the present invention before bonding; 

Fig. 7A is a band diagram showing a thermal equilibrium state of the EL device of the third embodiment; 
Fig. 7B is a band diagram showing a bias state of the EL device of the third embodiment; 
Fig. 8 is a sectional view showing an organic EL device according to the fourth embodiment of the 
50 present invention; 

Fig. 9 is a band diagram showing electrical characteristics of layers constituting the EL device of the 
fourth embodiment before bonding; 

Fig. 10 is a band diagram showing a thermal equilibrium state of the EL device of the fourth 
embodiment; 

55 Fig. 11 A is a band diagram showing a small bias state of the EL device of the fourth embodiment; 
Fig. 11B is a band diagram showing a large bias state of the EL device of the fourth embodiment; 
Fig. 12 is a band diagram showing electrical characteristics of layers constituting an organic EL device 
according to the fifth embodiment of the present invention before bonding; 
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Rg lie Is a band fZZ T'" 9 * J"* "* " *" EL ^ ° f the fifth •"*«*"«* 
F q 14 s a lt h T" 9 * ^" ^ ^ ° f the EL device of the fifth embodiment; 
c^tiir^ — — «— of checking 

5 Ra is Z I n raP l! $h h 0Win9 a " aPP ' iCati0n VOlta9e W3Vef0rm in the method ^own in Fig. 14; 

p^sent; 9 " d ' SP ' aCement «-voltage characteristic obtained when no organic film is 

invention! iT* Sh ° Win9 ' d, ' SP ' aCement ™™™*9* characteristic of the EL device of the present 
10 Fig. 18 is a graph showing another displacement current-voltage characteristic 

~PM.nl,. materials n so sofeetod « to satisfy Mowing (JUJ^^^i- 



Ec3 > Eci > EC2 
E V i > Ev2 > Ev3 



30 



Emi - Eci < 0.5 eV 

40 wlS Lcti^n? 0i T* d6 6 ''f , SeleCted 33 *° ,aCi,itate injecti0n of electrons int ° the first organic film 5 A 
40 work function E M2 of the second electrode (M2) 2 satisfies the following inequality: 

Evz - E M2 < 0.5 eV 

^ That is, the second electrode 2 is so selected as to facilitate injections of holes into the second organic film 
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injected from the first organic film 5 into the third organic film 4, and holes are injected from the second 
organic film 3 into the third organic film 4. The injected electrons and holes are confined in the third organic 
film 4 serving as a potential well with respect to electrons and holes. The electrons and holes confined in 
the third organic film 4 are recombined to emit light. Since the band gaps of the first and second organic 

5 films 5 and 3 are larger than that of the third organic film 4, the light emitted from the film 4 is not absorbed 
by the films 5 and 3 but is externally extracted. 

If an impurity as described above is not doped in the first organic film 5, a voltage corresponding to E M1 
- Eci is required to inject electrons from the first electrode 6 into the first organic film 5. In addition, a 
voltage of a certain value is required to move the injected electrons in the organic film 5. Similarly, if an 

io impurity as described above is not doped in the second organic film 3, a voltage corresponding to Ev2 -E M2 
is required to inject holes from the second electrode 2 into the second organic film 3. In addition, a voltage 
of a certain value is required to move the injected holes in the second organic film 3. In this embodiment, 
however, since the first and second organic films 5 and 3 serve as n- and p-type semiconductors having 
low resistances, respectively, high-luminance electroluminescence can be obtained while not requiring a 

75 high drive voltage. 

In order to select materials in which the magnitude relationship between energy levels in each junction 
surface is set as in the EL device of this embodiment, a method of measuring the magnitude relationship 
between energy levels is required. For this purpose, a method to be described below found by the present 
inventors may be used. 

20 As shown in Fig. 14, a device consisting of metal electrode 21/silicon 22/silicon oxide film 23/organic 
film 24/metal electrode 25 is formed. A triangular-wave voltage as shown in Fig. 15 is applied to this device, 
and a displacement current generated in the device is measured. Assuming that the capacitance of the 
device is C, the displacement current is represented by the following equation: 

25 I = C.dV/dt 

If the organic film 24 is omitted from the device shown in Fig. 14, the device is a well-known MOS device. 
The capacitance of this MOS device is determined by the permittivity and the film thickness of the silicon 
oxide film 23. If the organic film 24 is present, the following displacement currents are observed in 
30 accordance with a magnitude relationship between the Fermi level of the organic film 24 and the work 
function of the metal electrode 25. 

(a) A case wherein the work function of the metal electrode 25 and the Fermi level of the organic film 24 
are substantially equal to each other. 

In this case, the junction between the metal electrode 25 and the organic film 24 has a high barrier 
35 against both electrons and holes. Since the organic film 24 can be considered as an insulator, therefore, 
the device capacitance is a series capacitance of the silicon oxide film and the organic film and has a 
predetermined value smaller than that of an ordinary MOS device. Therefore, a displacement current- 
voltage characteristic obtained upon application of a triangular-wave voltage shown in Fig. 15 to the 
device indicates a constant displacement current value regardless of the voltage, as shown in Fig. 16. 
40 (b) A case wherein the work function of the metal electrode 25 is smaller than the Fermi level of the 
organic film 24. 

In this case, the junction between the metal electrode 25 and the organic film 24 facilitates injection 
of electrons from the metal electrode 25 into the organic film 24. When the triangular-wave voltage 
shown in Fig. 15 is applied to the device, therefore, electrons are injected from the metal electrode 25 

45 into the organic film 24 if the metal electrode 25 serves as a negative electrode, and the injected 
electrons are stored in the interface between the organic film 24 and the oxide film 23. In this state, the 
value of the device capacitance is determined by the oxide film 23. As shown in Fig. 17, therefore, the 
displacement current is increased to the level of the ordinary MOS device. When the application voltage 
has a polarity which causes the metal electrode 25 to serve as a positive electrode, electrons in the 

50 organic film 24 flow to the metal electrode 25, and the displacement current is decreased to be a small 
value obtained when the organic film 24 serves as an insulator. 

(C) A case wherein the work function of the metal electrode 25 is larger than the Fermi level of the 
organic film 24. 

In this case, the junction between the metal electrode 25 and the organic film 24 facilitates injection 
55 of holes from the metal electrode 25 into the organic film 24. When the triangular-wave voltage shown in 
Fig. 15 is applied to the device, therefore, holes are injected from the metal electrode 25 into the organic 
film 24 if the metal electrode 25 serves as a positive electrode, and the injected holes are stored in the 
interface between the organic film 24 and the oxide film 23. In this state, the value of the device 
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the ordfrZ mo?h bV J 8 ° Xide fHm 23> and the dis P ,ace ^nt current is increased to the level of 
the 2J2 38 Sh ° Wn Rg - 18 - When the application volta 9 9 has a P° lar 'ty which causes 

SectTode 25 and Is h F" " 3 h °' eS h the or 9 anic film 24 flow to *• metal 

ln *' s manner . *e displacement current is measured in the device shown in Fig. 14, and the junction 

melr^r m6ta ' e,8Ctr0de 25 ^ th8 ° r9aniC fi ' m 24 iS determined in acc °' da "<* with whe e he 
measured displacement current corresponds to Fig. 16, 17 or 18 

di,n£rJ!L baSiS °V he relati0nship between a metal ' e'^trode and an organic film as described above, 
displacement current measurement is similarly performed in a multilayered structure of the first and second 
organ* films ,nstead of the organic film 24 of the device structure shown in the Fig. 14. AsTresTa 

ZZZsTrTeJl C ° ndUCti0n ^ ' eV9lSl F6rmi leVelS ' a " d the VatenCe band - *. two 

For example, in the device structure shown in Rg. 14, assume that the organic film 24 has a two- 

o a roSc ZZl T nSm T t bV "J" 51 ° r9aniC ,Hm 241 in contact with tha ™*a. eLrode 25 and a second 
organ.c film 242 formed below the first organic film 241, and that electrons are injected from the metal 

22? I I ? I" 5 ' ° r9aniC 241 - ThiS phe " omeno " * a '™dy checked in a de^ sfructure 

She 2 *eZl°T c fi,m - lf a displacement current f,ows up to an ordinar * Mos 

241 1ZT i h f t erV9S 38 3 nS9atiVe eleCtr0de ' the electrons in i ected in th « fi'st organic film 
band 11. 7° the S6C0nd ° r9anic ,i,m 242 ' As a result - ■ confirmed that the conduction 
band level of the second organic film 242 is lower than that of the first organic film 241 If such a 

2T 5 ; rre h nt « *J M f devic * ^e. is not observed, the conduction^ leve, of the second 
organic film 242 is higher than that of the first organic film 241 

«^3SSSSS£t5!T v * nc8 band teV8ls Mn te * *» - 

r3:*f,s„H?r **• ,n f *- ' ""' •» in m - re — b8ta - 

1st electrode 6: Erbium film 

1st organic film 5: 9, 9'-bis (dicyanomethylene) biflourenyl 

NC CN 




NC CN 

2nd organic film 3: 9, 10-bis (2-cyano-2-ethoxycarbonyl-vinylene) anthracene 




3rd organic film 4: tri (4-ditorylaminophenyl) methane 
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CH3 CH3 



2nd electrode 2: ITO film 

20 were used. Metal potassium was doped as an impurity in the first organic film 5, and chloranyl was doped 
as an impurity in the second organic film 3. 

It is confirmed on the basis of the displacement current measurement method that this material system 
satisfies the conditions shown in Fig. 2. The device formation process was as follows. The second organic 
film 3 was formed to have a thickness of 20 to 100 nm by a vacuum sublimation method (vacuum degree 
25 = 10~ B Torr) on a glass substrate having the ITO film, the third and first organic films 4 and 5 were 
sequentially formed to have a thickness of 20 to 100 nm each by a similar vacuum sublimation method, and 
the erbium film was formed to have .a thickness of 20 to 100 nm by a vacuum deposition method. Note that 
impurity doping in the second organic film 3 was performed by sublimating chloranyl impurity together with 
an organic material. Impurity doping in the first organic film 5 was performed as follows. That is, 
30 predetermined amounts of an organic material and potassium iodide were dissolved in an acetonitrile 
solution. Acetonitrile in the resultant solution was evaporated to obtain a potassium-doped organic crystal 
residue. This organic crystal residue was used to form a film by a sublimation method. 

When a bias having a polarity which caused the ITO electrode to serve as a positive electrode was 
applied to the obtained device, a current of about 12 mA flowed at a voltage of 5 V, and elec- 
35 troluminescence with a luminance of about 1 ,000 Cd/m 2 was observed. A luminous efficacy was about 10%. 
Two embodiments based on the device structure shown in Fig. 1 and using different material systems 
will be described below. 

Fig. 4 shows a band diagram of layers constituting one EL device before bonding in correspondence 
with Fig. 2. In this embodiment, as is apparent from comparison between Figs. 2 and 4, a condition of: 

40 

Ev2 ~ Ev3 

is satisfied between a second organic film 3 and a third organic film 4, and a condition of: 
45 Eci > Eca 

is satisfied between a first organic film 5 and a third organic film 4. Other conditions are the same as those 
in the first embodiment. 

Figs. 5A and 5B are views for explaining an operation of the organic EL device of this embodiment. Fig. 
50 5A is a band diagram showing a thermal equilibrium state. In this embodiment, as shown in Fig. 5A, a 
barrier represented by: 

AEc = Eci - Ec3 

55 is formed between the first and third organic films 5 and 4 against electrons flowing from the third organic 
film 4 into the first organic film 5. This barrier against electrons is smaller than a barrier represented by: 

AE V = E V i - Ev3 

9 
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against a flow of holes from the third organic film 4 to the first organic film 5. 

Fig. 5B shows a state in which a forward bias is applied to the EL device of this embodiment. Electrons 
in the first organic film 5 are stored in the blocking contact portion between the first and third organic films 
5 5 and 4, and holes in the second organic film 3 flow to the third organic film 4 and are stored in the 
blocking contact portion between the third and first organic films 4 and 5. The carriers stored in the junction 
portion between the first and third organic films 5 and 4 form an electric double layer. The thickness of the 
electric double layer is a intermolecular distance (= 1 nm) of an organic dye. As a result, a large electric 
field of about 10 7 V/cm or more is formed. The electrons in the first organic film 5 are tunnel-injected into 
w the third organic film 4 by this strong electric field and electroluminescent-recombined in the film 4. 

Fig. 6 is a band diagram showing layers constituting the other device before bonding. In this 
embodiment, as shown in Fig. 6, conditions of: 

Ea - Eq3 

75 Ev2 < Ev3 

are satisfied between a second organic film 3 and a third organic film 4. 

Figs. 7A and 7B are views for explaining an operation of the organic EL device of this embodiment. Fig. 
7A is a band diagram showing a thermal equilibrium state. In this embodiment, as shown in Fig. 7A, a 
20 barrier represented by: 

AE V = Ev3 - Ev2 

is formed between the second and third organic films 3 and 4 against a flow of holes from the third organic 
25 film 4 to the second organic film 3. This barrier against holes is smaller than a barrier represented by: 

AEc = EC 3 - EC 2 

against a flow of electrons from the third organic film 4 to the second organic film 3. Fig. 7B shows a state 
30 in which a forward bias is applied to the EL device of this embodiment Electrons injected from a first 
organic film 5 into the third organic film 4 are stored in the barrier junction portion between the third and 
second organic films 4 and 3. Holes in the second organic film 3 are stored in the barrier junction portion 
between the second and third organic films 3 and 4. The carriers stored in the junction portion between the 
second and third organic films 3 and 4 form an electric double layer. When the bias voltage exceeds a 
35 predetermined value, the holes in the second organic film 3 are tunnel-injected into the third organic film 4 
and electroluminescent-recombined in the film 4. 

In each of these embodiments, a large number of carriers are confined in the third organic film, and 
electroluminescence with a high efficiency can be obtained. 

The embodiments of the EL device having an organic film three-layered structure have been described 
40 above. Embodiments of an EL device having an organic film two-layered structure will be described below. 

Fig. 8 shows a sectional structure of an EL device according to an embodiment of the organic film two- 
layered structure. This device is constituted by a first electrode (M1) 15, a first organic film (01) 14, a 
second organic film (02) 13, and a second electrode (M2) 12 sequentially from its upper portion. Also in 
this embodiment, the second electrode 12 is a transparent electrode consisting of ITO formed on a glass 
45 substrate 11, and light is extracted through the substrate 11. A compound semiconductor can be used as 
the transparent electrode. A manufacturing process of this device is the same as that for the above 
embodiments. 

Fig. 9 is a band diagram in which the layers constituting the EL device of this embodiment are 
illustrated independently of each other. Referring to Fig. 9, the first organic film 14 is an electroluminescent 

50 layer not doped with an impurity, and the second organic film 13 is doped with an acceptor impurity. 
Assuming that the conduction band level, the Fermi level, and the valence band level of the first organic film 
14 are ECi, Ei. and E V i, respectively, and the conduction band level, the Fermi level, and the valence band 
level of the second organic film 13 are Ec 2 , E 2 , E V2 , respectively, materials are so selected as to satisfy E V i 
> Ev2, and Ed > E C2 . The Fermi level Ei of the first organic film 14 serving as an electroluminescent layer 

55 is located at substantially the center of a forbidden band width. An acceptor impurity having an electron 
affinity E A which satisfies the following inequality: 

EV 2 - E A < 1 eV 
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is doped at a concentration of 10 18 /cm 3 in the second organic film 13. As a result, the Fermi level E2 of the 
second organic film 13 approaches close to the valence band level Ev2- That is, a certain amount of holes 
are excited at room temperature in the second organic film 13. The first electrode 15 having a work function 

5 E M i which satisfies E M1 < E1 is so selected as to facilitate injection of electrons into the first organic film 14. 
The second electrode 12 having a work function E M 2 whichsatisfies E M2 > E2 is so selected as to facilitate 
injection of holes into the second organic film 13. 

Fig. 10 is a band diagram showing a thermal equilibrium state of the EL device in which the above 
layers are bonded to each other. The Fermi levels of the system coincide with each other in the thermal 

10 equilibrium state. In accordance with the magnitude relationship between the work functions of the 
electrodes and the energy levels of the respective organic films, a junction in which electrons are easily 
injected from the first electrode 15 into the first organic film 14 is formed between the electrode 15 and the 
film 14, as shown in Fig. 10. A junction in which holes are easily injected from the second electrode 12 into 
the second organic film 13 is formed between the electrode 12 and the film 13. A barrier represented by 

15 AE C = Eci - Ec2 is formed in the conduction band and a barrier represented by AE V = E V i - Ev2 is formed 
in the valence band between the first organic film 14 and the second organic film 13. These barriers in the 
conduction band and valence band satisfy the following relation: 

AE V < AE C 

20 

An operation principle of the EL device of this embodiment will be described below with reference to 
Figs. 11A and 11B. Fig. 11 A is a band diagram showing a state in which a certain bias voltage V1 which 
causes the second electrode 12 to be a positive electrode with respect to the first electrode 15 is applied. In 
this case, most of the application voltage is applied to the insulating first organic film 14. Therefore, 

25 electrons are injected from the first electrode 15 into the first organic film 14. Holes as major carriers in the 
second organic film 13 are concentrated in the barrier junction interface between the first and second 
organic films 14 and 13. As a result, an electric double layer is formed in the interface between the first and 
second organic films 14 and 13. When the bias voltage becomes V 2 beyond a predetermined threshold 
value as shown in Fig. 11 B, of the electrons and holes constituting the electric double layer, the holes are 

30 tunnel-injected from the second organic film 13 into the first organic film 14. This is because the barrier 
against the holes is lower than the barrier against the electrons. The holes injected from the second organic 
film 13 into the first organic film 14 are recombined with electrons as major carriers in the film 14, thereby 
emitting light having a first wavelength XI. 

Fig. 12 is a band diagram corresponding to Fig. 9, showing layers before bonding of an EL device 

35 according to an embodiment in which a first organic film 14 is doped with a donor impurity and a second 
organic film 13 is not doped with an impurity to serve as an electroluminescent layer in the structure shown 
in Fig. 8. In this embodiment, materials of the organic films are so selected as to satisfy the following 
relation: 

40 Eci - Ec2 < E V1 - Ev2 

A donor impurity having an ionization energy which satisfies the following inequality: 

l P - Eci < 1 eV 

45 

is doped at a concentration of 10 18 /cm 3 in the first organic film 14. As a result, a Fermi level E1 of the first 
organic film 14 is close to a conduction band level Eci- Similar to the above embodiment, a first electrode 
15 is so selected as to facilitate injection of electrons into the first organic film 14, and a second electrode 
12 is so selected as to facilitate injection of holes into the second organic film 13. 

50 An electroluminescent operation of the EL device of this embodiment will be described below with 
reference to Figs. 13A and 13B. When a bias voltage V1 which causes the second electrode 12 to be a 
positive electrode with respect to the first electrode 15 is applied, most of the voltage is applied to the 
second organic film 13, as shown in Fig. 13A, because the film 13 is insulative in this embodiment. Holes 
injected from the second electrode 12 into the second organic film 13 are transported to the barrier 

55 interface portion with respect to the first organic film 14. As a result, an electric double layer is formed 
between the first and second organic films 14 and 13. Electrons in the first organic film 14 are concentrated 
in the barrier interface with respect to the second organic film 13. When the application voltage becomes V2 
beyond a predetermined threshold value, the electrons in the first organic film 14 are tunnel-injected into the 

11 
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second organic film 13 through the barrier, as shown in Fig. 13B. These electrons are electroluminescent- 
recombined in the organic film 13 to emit light having a wavelength 12 determined by the film 13. 

Embodiments of the EL device having the above organic film two-layered structure will be describe 
more detail below. 
5 In the device shown in Fig. 8, 
1st electrode 15: erbium film 

1st organic film 14: 9, 10-bis (2-cyano-2-ethoxycarbonyl-vinylene) anthracene 



70 
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2nd organic film 13: biscarbazoyl triphenyl methane 
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25 
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30 2nd electrode 12: ITO film 
were used. 

It is confirmed by the displacement current measurement method described above that this material system 
satisfied the conditions shown in Fig. 9 and a condition of Eci - Eg> < E V i ■ Ev2- A device formation process 
is as follows. That is, an organic film material and DDQ as an impurity were simultaneously sublimated by a 

35 vacuum sublimation method (vacuum degree = 10~ 6 Torr) on a glass substrate having an ITO film, thereby 
forming a 100-nm thick second organic film. An impurity concentration obtained by analysis was about 
10 18 /cm 3 . A 100-nm thick first organic film was formed on the second organic film by a similar vacuum 
sublimation method, and a 100-nm thick erbium film was formed by a vacuum deposition method. 

When a bias which caused the ITO electrode to be a positive electrode was applied to the obtained 

40 device, a current of 5 mA flowed at a voltage of 3 V, and orange electroluminescence having a luminance of 
500 Cd/m 2 was observed. This electroluminescence was obtained by the first organic film. 

In addition, in the device shown in Fig. 9, 
1st electrode 15: erbium film 
1st organic film: bis(dicyano-9-fluorenonyl)ethane 

45 2nd organic film: bipyrenyl 
2nd electrode: ITO film 

were used to form a device. Metal sodium was doped as an impurity in the first organic film. 

It was confirmed by the above displacement current measurement method that the obtained device 
satisfied the conditions shown in Fig. 12. A device formation process was as the same as that of the above 
50 embodiment. 

When a bias was applied to this device, a current of about 5 mA flowed at 5 V, and blue 
electroluminescence having a luminance of 1,000 Cd/m 2 was observed. This electroluminescence was 
obtained by the second organic film. 

55 Claims 



1. An organic electroluminescent device comprising first and second electrodes (6, 2) opposing each 
other and a multilayered body constituted by a plurality of organic films sandwiched between said first 
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and second electrodes (6, 2), 

characterized in that said multilayered body includes: 

a first organic film (5) formed in contact with said first electrode (6) and doped with a donor 
impurity; 

a second organic film (3) formed in contact with said second electrode (2) and doped with an 
acceptor impurity; and 

a third organic film (4) sandwiched between said first and second organic films (5, 3), serving as an 
electroluminescent layer, having a band gap narrower than those of said first and second organic films 
(5, 3), and not doped with an impurity. 

An organic electroluminescent device according to claim 1 , characterized in that assuming that 
a work function of said first electrode (6) is E M i, 
a work function of said second electrode (2) is E M2 , 

energy differences of a lower end of a conduction band, a Fermi level, and an upper end of a 
valence band of said first organic film (5) from a vacuum level are Eci.Ei.Ev!, respectively, 

energy differences of a lower end of a conduction band, a Fermi level, and an upper end of a 
valence band of said second organic film (3) from a vacuum level are Ec2, E 2 , and Ev2, respectively, 
and 

energy differences of a lower end of a conduction band, a Fermi level, and an upper end of a 
valence band of said third organic film (4) from a vacuum level are Ec3, E3, Ev3, respectively, 

E M i < E1 , E M1 - Eci < 0.5 eV 
E 2 < E M2 , Eva ■ E M2 < 0.5 eV 
Eci > Ec2 
Evi > Eq2 
Ec3> Eca 
Evi > Ev3 

are satisfied. 

An organic electroluminescent device according to claim 2, characterized in that said first, second, and 
third organic films (5, 3, 4) satisfy relations of: 

Ec3 > Eci > Eq2 
Evi > Ev2 > Ev3 

An organic electroluminescent device according to claim 2, characterized in that said first, second, and 
third organic films (5, 3, 4) satisfy relations of: 

Ev2 a Ev3 

Eci > Ec3 

Eci " Ec3 < Evi ■ Ev3 

An organic electroluminescent device according to claim 2, characterized in that said first, second, and 
third organic films (5, 3, 4) satisfy relations of: 

Eci - Ec3 

Ev2 < Ev3 

Ec3 " Ec2 > Ev3 - Ev2 

An organic electroluminescent device according to claim 2, characterized in that an impurity to be 
doped in said first organic film (5) is an inorganic or organic material which satisfies a relation of: 

l P - Eci < eV 

assuming that an ionization energy of said impurity is l P . 

An organic electroluminescent device according to claim 2, characterized in that an impurity to be 
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doped in said second organic film (3) is an inorganic or organic material which satisfies a relation of: 
Ev2-E A < 1eV 

assuming that an electron affinity of said impurity is E A . 

An organic electroluminescent device comprising first and second electrodes (15, 12) opposing each 
other and a multilayered body constituted by a plurality of organic films sandwiched between said 
electrodes, 

characterized in that said multilayered body includes 

a first organic film (14) formed in contact with said first electrode (15), not doped with an impurity, 
and serving as an electroluminescent layer, and 

a second organic film (13) formed in contact with said second electrode (12), forming a blocking 
contact with respect to said first organic film (14), and doped with an acceptor impurity. 

An organic electroluminescent device according to claim 8, characterized in that an impurity to be 
doped in said second organic film (13) is an inorganic or organic material which satisfies a relation of: 

Ev2 - E A < 1 eV 

assuming that an electron affinity of said impurity is E A and an energy difference of an upper end of a 
valence band of said second organic film (13) from a vacuum level is Ev2- 

An organic electroluminescent device comprising first and second electrodes (15, 12) opposing each 
other and a multilayered body constituted by a plurality of organic films sandwiched between said 
electrodes, 

characterized in that said multilayered body includes 

a first organic film (14) formed in contact with said first electrode (15) and doped with a donor 
impurity, and 

a second organic film (13) formed in contact with said second electrode (12), forming a blocking 
contact with respect to said first organic film (14), not doped with an impurity, and serving as an 
electroluminescent layer. 

An organic electroluminescent device according to claim 10, characterized in that an impurity to be 
doped in said first organic film (14) is an inorganic or organic material which satisfies a relation of: 

Ip-Eci < 1eV 

assuming that an ionization energy of said impurity is l P and an energy difference of a lower end of a 
conduction band of said first organic film (14) from a vacuum level is E C1 . 
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